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Ameitdmcp ts to the Claims: 

This Usting of claims will replace all prior versions, and listings, of claims in the 
application: 

l isting of Claims : 

1-15. (Previously Cancelled) 

16-24. (Cancelled) 

25. (New) A method for reducing the internal resistance of a lithium secondaiy 
battery that includes a positive active material containing a lithium manganese oxide 
tnaterial having a cubic spinel structure, said method comprising the steps of: 

(a) mixing lithium-containing compounds with manganese-containing 
compounds to form a mixture; 

(b) firing said mixttire in an oxidizing atmosphere at a temperanirc of 650X to 
1 000**C for 5 to 50 hours to form an intermediate material; 

(c) pulverizing said intermediaxe material to forai a pulverized intermediate 
material having a mean particle size of 10 /mi or less; and 

(d) firing said pulverized intenriediate material in an oxidizdng atmosphere at a 
temperature higher than flie temperature of step (b) and within a range of 650"C to 
lOOO^C for 5 to 50 hours to form a lithium manganese oxide material; 

whereby the crystallite size of said lithium manganese oxide material is 58 nm 
or greater, and wherein the lattice distortion of said final Uthium manganese oxide 
material is 0.09% or less, such that the internal resistance of the lithium secondaiy 
battery is reduced. 

26, (New) Tlie method of claim 25, wherein said lithium manganese oxide 
material is fired a Aird time at a temperature higher than the tcir^atare of step (d). 
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27. (New) The method of claim 2 6, furflier comprising at least one pulverization 
step after step (d), wherein said lithium manganese oxide material is pulverized to 
form a pulverized intermediate material. 

28. (New) The method of claim 27, wherein a mean particle size of said pulverized 
intermediate material is 10 or less. 

29. (New) The method according to claim 25, wherein a Li/Mn ratio in said 
lithium manganese oxide material exceeds O.S» 

30. (New) The method according to claim 25, wherein said lithium manganese 
oxide maierial comprises at least one of salts and oxides of lithium in combination 
with at least one of salts and oxides of manganese* 
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